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1- Lightly scuff the bonded area using a 320 grit sand paper and clean the area with 41058 wash 'n' wipe 
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Description: 
Crosstube Hiqh-Hiqh Aft 
Part Number: 
0205-596-107 


Inspection Dwg: D205-596-107 
Rev: A 
Page 1 of 1 


Reauired Dimension 
Min 
Max 
Heiqht 
29.7 
29.9 
1/2 Span 
52.4 
52.6 
Angle 
49 
52 
Total Span 
104.8 
105.2 
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PARTS LIST: 


Qty 
Part Number 
Description 
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0205-596-107 
CROSSTUBE ASSEMLBY, HI-HI AFT 


1 
D6008-180 
CROSSTUBE 
2 
D2940-1 
SUPPORT 
_. 
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- 
D3595-063-530 
RUBBER CUSHION 
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4 
MS21920-28 
CLAMP 
AIR 
MAGNOBOND 6398 
ROCKWELL SPECIFICATION RBO-120-023 ADHESIVE 
(TEXTRON/BELL SPEC. 299-947-100, TYPE II, CLASS 2 
ADHESIVE) 


SHOP COpy 
GENERAL NOTES: 
RETURN TO 


ENGINEERING 
1) 
MATERIAL: 
MANUFACTURE FROM D6008-180 
UNCONTROLLED 
COpy 
FINISHED LENGTH = 127.28:t 0.02 
SUBJECT TO AMENDMENT 
2) 
FINISH: CHEMICAL CONVERSION COAT PER DART QSI 0054.1 
WITHOUT 
NOTICE 
PRIME INSIDE AND OUTSIDE PER DART QSI 0054.2 
WORK ORDER 
PAINT OUTSIDE PER DART 005 4.2 
NO. 3B.~ 
3) 
TOLERANCES: PER DART QSI 018 UNLESS OTHERWISE NOTED 
'tQ315 
4) 
UNITS: INCHES UNLESS OTHERWISE NOTED 
5) 
BREAK SHARP EDGES: N/A 
G--C- 
6) 
IDENTIFICATION: SCRIBE DART PART NUMBER AND BATCH NUMBER IN THIS AREA WITH 
VIBRATING STYLUS 
7) 
WEIGHT: 50 Ibs 
8) 
PART IS SYMMETRIC ABOUT CENTERLINE 
9) 
BEND PROGRESSIVELY WITH A MINIMUM OF 3 PASSES. MAXIMUM TUBE FLATTENING DUE TO 
BENDING IS 6% BASED ON O.D. 
10) EXTREME CARE MUST BE TAKEN TO PROTECT THE OUTSIDE SURFACE OF THE TUBE. THE 
OUTSIDE SURFACE MUST BE SMOOTH AND FREE FROM SURFACE DEFECTS SUCH AS 
SCRATCHES, NICKS, OR DENTS. DEFECTS UP TO 0.005" MAY BE BLENDED OUT 
LONGITUDINALLY. 
CIRCUMFERENTIAL GRIND MARKS ARE UNACCEPTABLE. 
11) APPLY A 0.03" TO 0.06" THICK LAYER OF MAGNOBOND 6398 TO THE SURFACE OF D2940-1 THAT 
WILL BE IN CONTACT WITH THE CROSSTUBE. 
LET CURE FOR 12 HOURS AFTER INSTALLATION 
AND PRIOR TO PACKAGING. 
12) INSTALL MS21920-28 CLAMPS WITH D3595-063-530 RUBBER CUSHIONS TO SECURE 02940-1 
SUPPORT ON THE TOP SIDE OF THE CROSSTUBE. 
ENSURE CLAMPS ARE OPPOSITE 
CROSSTUBE SUPPORT. 
NOTE: IT IS ACCEPTABLE TO SUBSTITUTE MS21920-28 CLAMPS WITH LONGER OR SHORTER 
MS21920-XX CLAMPS TO ACCOMODATE VARYING DIAMETERS. 
ENSIJFE.THI;RE IS A MINIMUM OF 
1.5 THREADS IN SAFETY ON THE NUTS. 
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